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LOCAL SHIELDING FOR MEMORY CELLS 

This is a continuation-in-part application of U.S. Patent Application Serial No. 
08/993,009, filed December 18, 1997, and entitled "Self-Aligned Wordline Keeper and 
5 Method of Manufacture Therefor". 

Cross Reference to Co-Pending Applications 
The present application is related to U.S. Patent Application Serial No. 
08/993,005 filed December 18, 1997, entitled "HIGH DENSITY MAGNETIC 
MEMORY DEVICE AND METHOD OF MANUFACTURE THEREFOR", which is 
10 assigned to the assignee of the present invention and incorporated herein by reference. 

Background of the Invention 
The present invention generally relates to ferromagnetic thin film memory devices 
and sensors, and more particularly, to shielding for such thin film ferromagnetic memory 
devices and sensors. 

15 Digital memories of various kinds are used extensively in computer and computer 

system components, digital processing systems and the like. Such memories can be 
formed, to considerable advantage, based on the storage of digital bits as alternative states 
of magnetization of magnetic materials in each memory cell, typically thin-film materials. 
These films may be thin ferromagnetic films having information stored therein based on 

20 the direction of the magnetization occurring in those films. The information is typically 
obtained either by inductive sensing to determine the magnetization state, or by magneto- 
resistive sensing of each state. 

Such ferromagnetic thin-film memories may be conveniently provided on the 
surface of a monolithic integrated circuit to thereby provide easy electrical 



interconnection between the memory cells and the memory operating circuitry on the 
monolithic integrated circuit. When so provided, it is desirable to reduce the size and 
increase the packing density of the ferromagnetic thin-film memory cells to achieve a 
significant density of stored digital bits. 

Typically, a thin-film magnetic memory includes a number of sense lines 
intersected by a number of word lines. At each intersection, a thin film of magnetically 
coercive material is provided. The magnetic material forms a magnetic memory cell in 
which a bit of information is stored. A number of digital lines may also be provided. 
The digital lines typically extend parallel to the sense lines, and are used to initially help 
rotate the magnetic field vector of the memory cells during, for example, a write 
operation. This initial rotation of the magnetic field vector increases the torque that can 
be applied by the word line field during a write operation. Typically, both the digital line 
and the word line must be asserted to write a corresponding magnetic bit within the 
memory. Therefore, the digital line can be used to select whether a read or a write 
operation is performed. For example, when only the word line is asserted, a read 
operation is performed. When both the word line and digital line are asserted, then a 
write operation is performed. 

A number of competing factors influence the packing density that can be achieved 
in a typical memory. One factor is the width and thickness of the word lines, and where 
applicable, digital lines. The dimensions of the word lines and digital lines must typically 
decrease with increased packing density. Reducing the dimensions of the word lines and 
digital lines, however, tends to reduce the current that can be accommodated thereby, and 
thus the magnetic field that can be produced at the corresponding magnetic bit regions. 



Another factor is the distance between the word lines and, where applicable, 
digital lines, and thus the distance between a word line and/or digital line and an adjacent 
memory cell. Typically, the distance between the word lines and the digital lines must 
decrease with increased packing density. However, this increases the likelihood that the 
5 magnetic field produced by one word line or digital line may adversely affect the 

information stored in an adjacent memory cell. This adverse interaction is often called 
cross-talk. 

Since a magnetic memory operates with internally generated magnetic fields from 
word, sense, and digital lines, it is desirable to shield it from externally generated low 

10 frequency magnetic fields as well as EMI. One way to reduce the effects of externally 
generated fields on thin film magnetic memories is to provide a shield in the package that 
houses the memory. Shielded packages typically have a cavity for receiving the thin-film 
magnetic memory. A lower shielding layer is provided below the cavity, and an upper 
shielding layer is provided above the cavity, such as in or on the package lid. The upper 

15 and lower shielding layers are often formed from Mu metal or the like. In this 

configuration, the upper and lower shielding layers may help shunt externally generated 
fields, limiting their influence on the thin-film magnetic memory. 

A limitation of using shielded packages is that the shielding layers may not 
protect the magnetic bits from internally generated fields, such as those produced by 

20 adjacent word or digital lines or the like. Instead, the upper and lower shielding layers of 
the package may actually increase or concentrate the internally generated fields at the 
magnetic bit in much the same way as a word line keeper increases or concentrates the 
magnetic field produced by a word line at the magnetic bit. 
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U.S. Patent No. 5,039,655 to Pisharody discloses one approach for reducing 
internally generated noise, and more particularly, for reducing cross-talk between word 
lines and adjacent magnetic bits. In Pisharody, a magnetic field keeper formed from a 
superconductor material is provided around at least three sides of each word line. 
Pisharody states that the superconductor material shunts the magnetic fields generated by 
the adjacent word lines, thereby reducing the effects on adjacent memory cells. 

A limitation of Pisharody is that only one side of each memory cell has a 
superconducting magnetic field keeper. Thus, the other side of each memory cell is left 
completely unprotected from stray fields. As such, magnetic fields that enter the memory 
from the non-word line side are not suppressed by the superconducting layer. Rather, the 
superconducting layer may actually increase or concentrate the fields at the magnetic bit 
regions in much the same way as a word line keeper increases or concentrates the 
magnetic field produced by a word line at the magnetic bit. 

What would be desirable, therefore, is a monolithically formed thin-film magnetic 
memory that has local shielding on both sides of a magnetic bit to help protect the 
magnetic bit from external EMI, internally generated cross-talk, and other internally and 
externally generated noise. 

Summary of the Invention 
The present invention overcomes many of the disadvantages of the prior art by 
providing a monolithically formed ferromagnetic thin-film memory that has local 
shielding on at least two sides of a magnetic bit region. The local shielding helps protect 
the magnetic bit from externally generated EMI, internally generated cross-talk, and other 
internally and externally generated noise. In addition, when the local shielding layers are 



provided adjacent a word line and/or digital line, the local shielding layers may help 
concentrate the magnetic fields of the word lines and/or digital lines at the magnetic bit 
regions, in much the same way as a magnetic field keeper. Accordingly, the shielding 
layers may not only help reduce undesirable fields from influencing the magnetic bit 
regions, but may also enhance the desirable magnetic fields at the magnetic bit regions. 

In one illustrative embodiment, top and bottom shielding layers are provided 
above and below a conventional monolithically formed magneto-resistive memory 
element, although it is contemplated that any type of magnetic memory element may be 
used. The memory element is preferably formed on the underlayers of a conventional 
monolithic integrated circuit. This helps provide easy electrical interconnection between 
the memory cells and the memory operating circuitry on the monolithic integrated circuit. 
The shielding layers are also preferably monolithically formed. 

In another illustrative embodiment, a word line is provided adjacent the memory 
elements, with a first shielding layer extending adjacent the word line. A second 
shielding layer is provided adjacent a digital line, which preferably extends along the 
other side of the memory elements. To help reduce internally generated cross-talk, the 
first and/or second shielding layers may extend along the side surfaces of the word line 
and/or digital line, respectively. As indicated above, this may enhance the desired 
magnetic fields at the memory element and reduce cross-talk. 

To fabricate a preferred embodiment of the present invention, a base insulating 
layer is first provided over the underlayers of a monolithic integrated circuit. A cavity is 
then formed in the base insulating layer, wherein the cavity has a bottom surface and two 
spaced side surfaces. A lower shielding layer and a lower barrier layer are provided on 



the bottom and/or side surfaces of the cavity. A lower conductive material layer is then 
provided in the cavity and above the soft magnetic material layer and the barrier layer to 
substantially fill the cavity. The lower conductive material layer forms the word line 
structure. 

5 A lower insulating layer is then provided over the word line structure. A 

magnetic bit region is formed on the lower insulating layer. An upper insulating layer is 
provided over the magnetic bit region. When a digital line is used, a conductive material 
layer is provided on the upper insulating layer, which is then patterned using 
conventional patterning techniques. A barrier layer can then be provided, followed by an 
10 upper shielding layer. The upper shielding layer may be provided along the top and/or 
sides of the digital line using conventional processing techniques. When no digital line is 
desired, the upper shielding layer may be applied directly to the upper insulating layer, if 
desired. 

Brief Description of the Drawings 

15 Other objects of the present invention and many of the attendant advantages of the 

present invention will be readily appreciated as the same becomes better understood by 
reference to the following detailed description when considered in connection with the 
accompanying drawings, in which like reference numerals designate like parts throughout 
the figures thereof and wherein: 

20 Figure 1 is a cross section of a monolithically formed memory element having an 

upper shield and a lower shield; 
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Figure 2 is a cross section of a monolithically formed memory element having an 
upper shield and a lower shield, with a word line positioned between the memory element 
and the lower shield; 

Figure 3 is a cross section of a monolithically formed memory element having an 
5 upper shield and a lower shield, with a word line positioned between the memory element 
and the lower shield and a digital line positioned between the memory element and the 
upper shield; 

Figures 4-18 illustrate a preferred method for forming a monolithic memory 
element with upper and lower shielding elements; 
10 Figure 4 a cross section of an insulating layer, preferably provided on 

conventional integrated circuit underlayers; 

Figure 5 is a cross section of the insulating layer of Figure 4 with a patterned 
photoresist provided on the top surface thereof; 

Figure 6 is a cross section of the insulating layer of Figure 5 after a cavity is 
15 etched therein, and after the patterned photoresist is removed; 

Figure 7 is a cross section of the insulating layer and cavity of Figure 6 with the 
soft magnetic material layer deposited on the bottom surface of the cavity; 

Figure 8 is a cross section of the insulating layer and soft magnetic material layer 
of Figure 7 with the conductive material layer deposited thereon; 
20 Figure 9 is a cross section of the insulating layer, soft magnetic material layer and 

conductive material layer of Figure 7 with those portions that are above the top surface of 
the insulating layer removed; 



Figure 10 is a cross section of the insulating layer, soft magnetic material layer 
and conductive material layer of Figure 9 with a thin insulating layer deposited thereon; 

Figure 1 1 is a cross section of the insulating layer, soft magnetic material layer, 
conductive material layer and thin insulating layer of Figure 10 after the magnetic 
5 material is deposited and patterned thereon; 

Figure 12 is a cross section of the insulating layer and cavity of Figure 6 with the 
soft magnetic material layer deposited on the bottom and side surfaces of the cavity; 

Figure 13 is a cross section of the insulating layer and soft magnetic material layer 
of Figure 12 with the conductive material layer deposited thereon; 
10 Figure 14 is a cross section of the insulating layer, soft magnetic material layer 

and conductive material layer of Figure 13 with those portions that are above the top 
surface of the insulating layer removed; 

Figure 15 is a cross section of the insulating layer, soft magnetic material layer 
and conductive material layer of Figure 14 with a thin insulating layer deposited thereon; 
15 Figure 16 is a cross section of the insulating layer, soft magnetic material layer, 

conductive material layer and thin insulating layer of Figure 15 after the magnetic bit 
region is deposited and patterned thereon; 

Figure 17 is a cross section of the insulating layer, soft magnetic material layer, 
conductive material layer, thin insulating layer, and magnetic bit region of Figure 16, 
20 with another conductive material layer and another soft magnetic material layer deposited 
thereon; 

Figure 18 is a cross section of the embodiment of Figure 17 taken along lines 18- 

18; 
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Figure 19 is a schematic diagram showing an illustrative magnetic field produced 
by a word line or digital line with no magnetic field keeper; 

Figure 20 is a schematic diagram showing an illustrative magnetic field produced 
by a word line or digital line with a magnetic field keeper extending along one side 
5 thereof; and 

Figure 21 is a schematic diagram showing an illustrative magnetic field produced 
by a word line or digital line with a magnetic field keeper extending along the underside 
and side walls thereof. 

Detailed Description of the Preferred Embodiments 
10 Figure 1 is a cross section of a monolithic memory element that has an upper 

shield and a lower shield. The upper shield 10 is provided above memory element 14, 
and lower shield 12 is provided below memory element 14. It is contemplated that any 
type of magnetic memory element 14 may be used. 

The memory element 14 is preferably formed above the underlay ers of a 
15 conventional integrated circuit. This helps provide easy electrical interconnection 
between the memory cells and the memory operating circuitry on the monolithic 
integrated circuit. The shielding elements 10 and 12 are also preferably monolithically 
formed with the integrated circuit and the memory element 14. 

The dots at 16b and 16c indicate that one or more layers may be interposed 
20 between the memory element 14 and the upper and lower shield elements 10 and 12, 
respectively. In the embodiment shown, all that is important is that at least two sides, 
such as the upper and lower sides of the memory element 14, are cladded with two 
shielding elements 10 and 12. Dots 16a indicate that one or more layers may be provided 
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above the upper shield element 10 5 and dots 16d indicate that one or more layers may be 
provided below lower shield 12. 

To provide a selection mechanism to the memory, a word line may be provided 
adjacent each memory element. For example, Figure 2 shows a cross section of a 
5 memory element 18 with cladding upper and lower shielding elements 20 and 22, with a 
word line 24 positioned between the memory element 18 and the lower shield 22. It is 
recognized that the word line 24 may be positioned between the memory element 1 8 and 
the upper shield 20, if desired. The lower shield 22 is preferably positioned adjacent the 
word line 24 along the side 26 of the word line 24 that is away from the memory element 
10 18. 

The dots at 30b indicate that one or more layers may be interposed between the 
memory element 18 and the upper shield element 20. Likewise, dots 30c indicate that 
one or more layers may be interposed between the word line 24 and the lower shield 
element 22. Dots 30a indicate that one or more layers may be provided above the upper 

15 shield element 20, and dots 30d indicate that one or more layers may be provided below 
lower shield 22. Finally, dots 30e indicate that one or more layers may be provided 
between the word line 24 and the memory element 18. 

As indicated above, some memories include a number of digital lines that extend 
generally parallel to the sense lines, and generally perpendicular to the number of word 

20 lines. The digital lines may be used to help initiate rotation of the magnetic field vector 
of the magnetic element during, for example, a write operation. The initial rotation of the 
magnetic field vector increases the torque that can be applied by the word line field 
during a write operation. 
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Figure 3 is a cross section of a memory element 36 with cladding upper and lower 
shielding elements 38 and 40, with a word line 42 positioned between the memory 
element 36 and the lower shield 40 and a digital line 44 positioned between the memory 
element 36 and the upper shield 38. This configuration is only illustrative, and it is 
5 contemplated that the word line 42 may be positioned, for example, above the memory 
element 36, and the digital line 44 may be positioned below the memory element 36. 

In this configuration, the local shielding elements 38 and 40 may help protect the 
memory element 36 from externally generated EMI, and may further help concentrate the 
magnetic fields produced by the word line 42 and digital line 44 to the memory element 
10 36. Accordingly, the shielding layers may not only help reduce undesirable fields from 
influencing the magnetic bit regions, but may also help enhance the desired magnetic 
fields at the memory element 36. 

Figures 4-18 illustrate a preferred method for forming an illustrative monolithic 
memory element with upper and lower shields. Figure 4 is a cross section of an 
15 insulating layer 110 such as silicon nitride or silicon oxide, preferably formed on 

conventional integrated circuit underlayers 112. The underlay ers 1 12 may include, for 
example, all circuit layers for a conventional CMOS wafer up to the metal layers. The 
underlayers 1 12 are shown using a dashed line, and are not included in the subsequent 
figures for clarity. 

20 To form a cavity in the insulating layer 1 10, a photoresist layer 1 14 is provided on 

the top surface 1 16 of the insulating layer 110. The photoresist layer 1 14 is patterned in a 
conventional manner to selectively remove a portion 118 of the photoresist layer 1 14 
which overlays the desired cavity, as shown in Figure 5. The exposed portion of the 
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insulating layer 1 10 is then etched using a conventional etching process to form cavity 
120 as shown in Figure 6. The cavity 120 has a bottom surface 122 and two spaced side 
surfaces 124a and 124b. The photoresist is subsequently removed. 

Figure 7 is a cross section of the insulating layer 1 10 and cavity 120 of Figure 6, 
with a soft magnetic material layer 130 deposited thereon. In the illustrative 
embodiment, the deposition of the soft magnetic material layer 130 only occurs on the 
horizontal surfaces of the insulating layer 110, including the bottom surface 122 of the 
cavity 120, and the remaining top surface 132 of the insulating layer 110. As can be seen, 
the soft magnetic material layer 130 preferably only partially fills the cavity 120. 

The soft magnetic material layer 130 may include a first barrier layer 136, a 
second barrier layer 138 and a soft magnetic material 130 therebetween. The first and 
second barrier layers are preferably made from Ta, TiW, TiN, TaN, SiN, Si02, or similar 
material. The soft magnetic material is preferably formed from NiFe, NiFeCo, CoFe, or 
other similar material having soft magnetic properties. It is contemplated that the first 
barrier layer 136, the second barrier layer 138 and soft magnetic material 130 may be 
deposited during a single conventional deposition process step, as is known in the art. 

After the soft magnetic material layer 130 is deposited, a conductive material 
layer 150 is deposited on the top surface of the soft magnetic field layer 130. The 
conductive material layer 150 is deposited to at least substantially fill the cavity 120, and 
preferably covers the entire wafer including those portions of the soft magnetic material 
layer 130 that lie outside of the cavity 120 as shown in Figure 8. Conductive material 
layer 150 is preferably formed from Cu or AlCu. As can be seen, the conductive material 
layer 150 is self-aligned with the soft magnetic field layer 130. 
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It is contemplated that a number of contacts or vias may be provided between 
selected underlayers and/or metal lines before and after the conductive material layer 150 
is deposited. In one embodiment, each of the contacts/vias are filled with tungsten to 
reduce the resulting contact/via resistance. It is known that this may require relatively 
5 high processing temperatures. However, and in accordance with co-pending U.S. Patent 
Application Serial No. 08/993,009, filed December 18, 1997, and entitled "Self-Aligned 
Wordline Keeper and Method of Manufacture Therefor", the contact and via processing 
may be performed before the magnetic materials are provided, thereby preserving the 
magnetic properties of the magnetic materials. 

10 As can be seen, portions of the soft magnetic material layer 130 and conductive 

material layer 150 may lie above the top surface 132 of the insulating layer 110. In a 
preferred embodiment, these portions may be removed using a mechanical or chemical- 
mechanical polishing (CMP) process. Figure 9 is a cross section showing the insulating 
layer 110, the soft magnetic material layer 130, and the conductive material layer 150 

15 after the polishing step is completed. 

Polishing the top surface of the insulating layer to remove those portions of the 
soft magnetic material layer 130 and conductive material layer 150 that lie above the top 
surface of the insulating layer 110 provides a number of advantages. First, a relatively 
planer top surface is provided. This allows the deposition of a relatively thin insulating 

20 layer 160 as shown in Figure 10, which increases the magnetic field produced by the 
conductive material layer 150 at bit region 170. Second, the conductive material layer 
150 may be made from any type of material since mechanical and chemical-mechanical 
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polishing are typically non-selective. Deposition/photoresist/etch processes typically are 
limited to the types of metals that can be used. 

After polishing, a thin insulating layer 160 is preferably provided on the top 
surface of the insulating layer 110, and over the cavity 120, as shown in Figure 10. A 
5 magnetic bit region 170 may then be deposited and patterned on the thin insulating layer 
160 as shown in Figure 11. 

Bit region 170 may be a sandwich-type structure similar to that disclosed in 
commonly assigned U.S. Patent No. 4,780,848 to Daughton et aL, which is incorporated 
herein by reference. As further described in Daughton et al., bit region 170 may include a 

10 silicon nitride diffusion barrier layer of approximately 300 angstroms. A first layer of a 
65% Ni, 15% Fe, and 20% Co Permalloy of 150 angstroms or less is then deposited. 
Next, a non-magnetic intermediate layer, such as TaN or Cu, is deposited to a thickness 
of 50 angstroms or less. Then a second layer of a Permalloy is deposited to a thickness 
of 150 angstroms or less. This is followed by depositing a second non-magnetic resistive 

15 layer of tantalum nitride or tantalum to a thickness of 50-1000 angstroms. A capping, or 
etch stop, layer of Chromium silicon (CrSi) is then deposited to a thickness in the range 
of 100 to 1500 angstroms. All of the depositions of bit region 170 are preferably done in- 
situ. The deposition of the Permalloy layers are done in the presence of a bias magnetic 
field. 

20 Figure 12 shows an alternative embodiment of the present invention where the 

soft magnetic material layer 180 is deposited on the bottom 122 and side surfaces 124a 
and 124b of the cavity 120. This can be accomplished by using a deposition process that 
covers both horizontal and vertical surfaces of insulating layer 1 10, as is known in the art. 
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The remaining fabrication steps shown in Figures 13-16 are similar to those described 
above with reference to Figures 8-11, respectively. 

The preferred embodiment preferably includes a number of digital lines extending 
generally perpendicular to the word lines. The digital lines are used to help initiate 
5 rotation of the magnetic field vector of the magnetic bit region during, for example, a 
write operation. This initial rotation of the magnetic field vector increases the torque that 
can be applied by the word line field during the write operation. 

To form the digital line, an insulating layer 184 is first provided over the memory 
element 170, as shown in Figure 17. A conductive material layer 186 is then provided on 
10 insulating layer 184, which is then patterned using conventional patterning techniques. A 
shielding element 188 is then provided over the conductive material layer 186. It is 
contemplated that the shielding element 188 may include one or more barrier layers, as 
described above. 

Preferably, the shielding element 186 extends along the top and side walls of the 
15 digital line 186, as more clearly shown in Figure 18. By including the shielding element 
186 on the side walls as shown, the effect of the magnetic fields produced by adjacent 
digital lines on adjacent memory elements may be reduced. If no digital line is desired, 
shielding element 188 may be applied directly to the upper insulating layer 184. 

Figure 19 is a schematic diagram showing an illustrative magnetic field produced 
20 by a word line or digital line 200 with no shield. The word line or digital line 200 is 

carrying a current into the page to produce a magnetic field 202. The magnetic field 202 
is shown extending symmetrically around word line or digital line 200 and intersecting a 
bit region 204. 
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Figure 20 is a schematic diagram showing an illustrative magnetic field produced 
by a word line or digital line 210 with a shield 212 adjacent the bottom surface 214 
thereof Upon application of current in the word line or digital line 210, the soft magnetic 
material in shield 212 aligns as shown, and helps concentrate the magnetic field 218 
5 above the word line or digital line 210. This helps increase the magnetic field 218 at a bit 
region 216. 

Figure 21 is a schematic diagram showing an illustrative magnetic field produced 
by a word line or digital line 220 with a magnetic field keeper 222 adjacent the bottom 
surface 224 and side walls 226a and 226b thereof Upon application of current in the 

10 word line or digital line 220, the soft magnetic material in shield 222 aligns as shown. 
By providing a shielding element on the side walls 226a and 226b, the magnetic field 230 
is even more effectively concentrated adjacent the word line or digital line 220, thereby 
further increasing the magnetic field 230 at a bit region 232. 

In addition to helping concentrate the word line and digital line fields, the 

15 shielding elements may help shunt any externally generated fields from reaching the thin- 
film magnetic memory. This may reduce the sensitivity of the memory elements to 
external fields, which may increase the reliability of the device. 

It is contemplated that the upper and lower shields of the present invention may 
also be used in conjunction with magnetic field sensor devices. Magnetic field sensor 

20 devices often include a magneto-resistive material in the sensor element. Generally, by 
measuring the resistance change of the magneto-resistive material, the magnitude of the 
incident magnetic field can be determined. The shielding elements of the present 
invention may improve the performance of these sensor devices. 
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In most cases, the magneto-resistive material has edge domains that are 
magnetized in a particular direction, regardless of whether the incident magnetic field is 
applied. Under some circumstances, the direction of the magnetization field in one or 
more of the edge domains can become reversed. This can happen, for example, when the 
5 incident magnetic field exceeds a maximum threshold. Under these circumstances, the 
edge domains typically must be reset before the magnetic field sensor can resume normal 
operation. The edge domains are typically reset using a reset line that is placed adjacent 
to the magnetic field sensor. Accordingly, it is contemplated that a reset line of a 
magnetic field sensor device may include the above-described magnetic shield elements 
10 on either side thereof to increase the magnetic field produced by the reset line at the 

magnetic material of the sensor device, and to reduce the effects of externally generated 
fields. 

Having thus described the preferred embodiments of the present invention, those 
of skill in the art will readily appreciate that the teachings found herein may be applied to 
15 yet other embodiments within the scope of the claims hereto attached. 
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WHAT IS CLAIMED IS; 

1 . A monolithically formed ferromagnetic thin film memory element, 
comprising: 

magnetic storage means having an upper surface and a lower surface; 

first shielding means having a soft magnetic material, said first shielding means 
positioned above the upper surface of the magnetic storage means; and 

second shielding means having a soft magnetic material, said second shielding 
means positioned below the lower surface of the magnetic storage means. 

2. A monolithically formed ferromagnetic thin film memory element 
according to claim 1, further comprising: 

a word line having an inner surface and an outer surface; 

a digital line having an inner surface and an outer surface, the inner surface of said 
digital line spaced from the inner surface of said word line, with the magnetic storage 
means positioned therebetween; 

said first shielding means positioned adjacent the outer surface of the word line; 

and 

said second shielding means positioned adjacent the outer surface of the digital 

line. 

3 . A monolithically formed ferromagnetic thin film memory element 
according to claim 2, further comprising a first barrier means situated between said first 
shielding means and the outer surface of said word line. 



-18- 



4. A monolithically formed ferromagnetic thin film memory element 
according to claim 3, further comprising a second barrier means situated between said 
second shielding means and the outer surface of said digital line. 

5. A monolithically formed ferromagnetic thin film memory element 
according to claim 3, further comprising a first insulating means situated between said 
magnetic field sensitive bit region and the inner surface of said word line. 

6. A monolithically formed ferromagnetic thin film memory element 
according to claim 5, further comprising a second insulating means situated between said 
magnetic field sensitive bit region and the inner surface of said digital line. 

7. A monolithically formed ferromagnetic thin film memory element 
according to claim 4, wherein the word line has two opposing side surfaces extending 
between the inner surface and the outer surface thereof, said first shielding means also 
extending adjacent the two opposing side surfaces of said word line. 

8. A monolithically formed ferromagnetic thin film memory element 
according to claim 7, wherein said digital line has two opposing side surfaces extending 
between the inner surface and the outer surface thereof, said second shielding means also 
extending adjacent the two opposing side surfaces of said digital line. 
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9. A monolithically formed magneto-resistive memory element, comprising: 
a word line having an inner surface and an outer surface; 

a digital line having an inner surface and an outer surface, the inner surface of said 
digital line spaced from the inner surface of said word line; 

a magnetic field sensitive bit region between the inner surface of said word line 
and the inner surface of said digital line; 

a first shielding layer having a soft magnetic material, the first shielding layer 
positioned adjacent the outer surface of the word line; and 

a second shielding layer having a soft magnetic material, the second shielding 
layer positioned adjacent the outer surface of the digital line. 

10. A monolithically formed magneto-resistive memory element according to 
claim 9, further comprising a first barrier layer between said first shielding layer and the 
outer surface of said word line. 

11. A monolithically formed magneto-resistive memory element according to 
claim 10, further comprising a second barrier layer between said second shielding layer 
and the outer surface of said digital line. 

12. A monolithically formed magneto-resistive memory element according to 
claim 9, wherein the word line has two opposing side surfaces extending between the 
inner surface and the outer surface thereof, said first shielding layer also extending 
adjacent the two opposing side surfaces of said word line. 
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13. A monolithically formed magneto-resistive memory element according to 
claim 9, wherein said digital line has two opposing side surfaces extending between the 
inner surface and the outer surface thereof, said second shielding layer also extending 
adjacent the two opposing side surfaces of said digital line. 

14. A monolithically formed magneto-resistive memory element according to 
claim 9, further comprising a first insulating layer between said magnetic field sensitive 
bit region and the inner surface of said word line. 

15. A monolithically formed magneto-resistive memory element according to 
claim 14, further comprising a second insulating layer between said magnetic field 
sensitive bit region and the inner surface of said digital line. 

16. A monolithically formed magneto-resistive memory element according to 
claim 9, wherein the word line is positioned below said magnetic field sensitive bit region 
and said digital line is positioned above said magnetic field sensitive bit region. 

17. A monolithically formed magneto-resistive memory element according to 
claim 16, further comprising a lower insulating layer positioned below the magnetic field 
sensitive bit region, the lower insulating layer having a cavity formed therein, wherein the 
cavity has a bottom surface and two spaced side surfaces, the first shielding layer having 
an inner surface and an outer surface, wherein the outer surface of the first shielding layer 
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is adjacent the back surface of the cavity, and the outer surface of said word line is 
positioned adjacent the inner surface of the first shielding layer. 

18. A monolithically formed magneto-resistive memory element according to 
claim 17, further comprising a first barrier layer between said first shielding layer and the 
outer surface of said word line. 

19. A monolithically formed magneto-resistive memory element according to 
claim 18, wherein the inner surface of the word line substantially lies in the plane formed 
by the upper surface of the lower insulating layer. 

20. A monolithically formed magneto-resistive memory element according to 
claim 19, further comprising a first insulating layer between the inner surface of the word 
line and the magnetic field sensitive bit region. 

21 . A monolithically formed magneto-resistive memory element according to 
claim 20, further comprising a second insulating layer between the inner surface of the 
digital line and the magnetic field sensitive bit region. 

22. A monolithically formed magneto-resistive memory element according to 
claim 21, further comprising a second barrier layer between said second shielding layer 
and the outer surface of said digital line. 
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23. A method for monolithically forming a ferromagnetic thin film memory 
element, comprising; 

forming a lower shielding layer using a soft magnetic material; 

forming a magnetic storage means above the lower shielding layer; 

forming an upper shielding layer using a soft magnetic material above said 
magnetic storage means; and 

said lower shielding means, said upper shielding means and said magnetic storage 
means all monolithically formed on a common substrate. 

24. A method according to claim 23, further comprising the step of forming a 
first conductive layer between said lower shielding layer and said magnetic storage 
means. 

25. A method according to claim 24, further comprising the step of forming a 
second conductive layer between said upper shielding layer and said magnetic storage 
means. 

26. A method according to claim 25, further comprising the step of forming a 
first barrier layer between said lower shielding layer and said first conductive layer. 

27. A method according to claim 26, further comprising the step of forming a 
second barrier layer between said upper shielding layer and said second conductive layer. 
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28. A method according to claim 25, wherein said first conductive layer 
functions as a word line. 

29. A method according to claim 28, wherein said second conductive layer 
functions as a digital line. 

30. A method of forming a ferromagnetic thin film memory element having an 
upper magnetic field shield and a lower magnetic field shield, the method comprising the 
steps of: 

providing an insulating layer; 

forming a cavity in said insulating layer, wherein the cavity has a bottom surface 
and two spaced side surfaces; 

providing a first soft magnetic material layer above the bottom surface of the 
cavity, thereby partially filling the cavity; 

providing a first conductive layer in the cavity and above the first soft magnetic 
material layer to at least substantially fill the cavity; 

providing a first insulating layer over the first conductive material layer; 

forming a magneto-resistive bit region above said first insulating layer; 

providing a second insulating layer above said magneto-resistive bit region; 

providing a second conductive material layer above the second insulating layer; 

and 

providing a second soft magnetic material layer above the upper surface of the 
second conductive material layer. 
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31. A method according to claim 30, wherein said first soft magnetic material 
layer is provided on both the bottom surface and at least part of the side surfaces of the 
cavity. 

32. A method according to claim 30, wherein said second conductive material 
layer has an upper surface, a lower surface, and two spaced side surfaces, wherein the 
second soft magnetic material layer substantially covers the upper surface and the two 
spaced side surfaces of the second conductive material layer. 

33. A method according to claim 30, further comprising the step of providing 
a first barrier layer on said first soft magnetic layer before providing said first conductive 
layer in the cavity. 

34. A method according to claim 33, further comprising the step of providing 
a second barrier layer on the upper surface of the second conductive material layer before 
providing said second soft magnetic material layer. 
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Abstract of the Disclosure 
A monolithically formed ferromagnetic thin-film memory is disclosed that has 
local shielding on at least two sides of selected magnetic storage elements. The local 
shielding preferably extends along the back and side surfaces of a word line and/or digital 
lines of a conventional magnetic memory. In this configuration, the local shielding not 
only may help reduce externally generated EMI, internally generated cross-talk and other 
unwanted fields in the magnetic bit region, but may also help enhance the desired 
magnetic fields in the bit region. 
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Application for United States 

PATENT 

DECLARATION AND POWER OF ATTORNEY 



As a below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated below next to my name; 

I believe I am the original, first and sole inventor (if only one name is listed below) or an original, first 
and joint inventor (if plural names are listed below) of the subject matter which is claimed and for which a 
patent is sought on the invention entitled 
LOCAL SHIELDING FOR MEMORY CELLS 

The specification of which 

(check X is attached hereto 

one) was filed on as 

Application Serial No. 

and was amended on . 

(if applicable) 

I hereby state that I have reviewed and understand the contents of the above-identified specification, 
including the claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information which is material to the examination of this application 
in accordance with Title 37, Code of Federal Regulations, § 1.56(a).* 

I hereby claim foreign priority benefits under Title 35, United States Code §119 of any foreign 
application(s) for patent or inventor's certificate listed below and have also identified below any foreign 
application for patent or inventor's certificate having a filing date before that of the application on which 
priority is claimed: 

Prior Foreign Application(s) PriorityClaimed 
(Number) (Country) (Day/Month/Year Filed) Yes ~N~o 

I hereby claim the benefit under Title 35, United States Code §120 of any United States application(s) 
listed below and, insofar as the subject matter of each of the claims of this application is not disclosed in the 
prior United States application in the manner provided by the first paragraph of Title 35, United States Code 
§112, I acknowledge the duty to disclose material information as defined in Title 37, Code of Federal 
Regulations § 1.56(a) which occurred between the filing date of the prior application and the national or PCT 
international filing date of this application: 



(Application Serial No.) (Filing Date) (Status) (patented, pending, abandoned) 

I hereby appoint the following attorney(s) and/or agent(s) to prosecute this application and to transact 
all business in the Patent and Trademark Office connected therewith: GREGORY A. BRUNS (Reg. No. 
33,656) JOHN G. SHUDY, JR. (Reg. No. 31,214), IAN D. MACKINNON (Reg. No. 34,660) and BRIAN N. 
TUFTE (Reg. No. 38,638). Address all telephone calls to GREGORY A. BRUNS at telephone number (612) 
951-0590. 

Address all correspondence to GREGORY A. BRUNS, Honeywell Inc., Honeywell Plaza, MN12-8251, P.O. 
Box 524, Minneapolis, Minnesota 55440-0524. 
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I hereby declare that all statements made herein of my own knowledge are true and that all statements made on 
information and belief are believed to be true; and further that these statements were made with the knowledge 
that willful false statements and the like so made are punishable by fine or imprisonment, or both, under Section 
1001 of Title 18 of the United States Code and that such willful false statements may jeopardize the validity of 
the application or any patent issued thereon. 

Full Name of Sole 



or First Inventor 

Inventor's Signature 




Residence Maple Grove, Hennepin County, MN 

Citizenship US 

Post Office Address 6257 Ouantico Lane 

Maple Grove. MN 55311 

Full Name of Second 

Joint Inventor, If Any Jeffrey S. Sather 



Inventor's Signature, 




Residence Medina, Hennepin County, MN 

Citizenship US 

Post Office Address 4625 Walnut Street 

Medina. MN 55359 
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*Title 37, Code of Federal Regulations §1.56: 



(a) A patent by its very nature is affected with a public interest. The public interest is best served, 
and the most effective patent examination occurs when, at the time an application is being examined, 
the Office is aware of and evaluates the teachings of all information material to patentability. Each 
individual associated with the filing and prosecution of a patent application has a duty of candor and 
good faith in dealing with the Office, which includes a duty to disclose to the Office all information 
known to that individual to be material to patentability as defined in this section. The duty to disclose 
information exists with respect to each pending claim until the claim is cancelled or withdrawn from 
consideration, or the application becomes abandoned. Information material to the patentability of a 
claim that is cancelled or withdrawn from consideration need not be submitted if the information is not 
material to the patentability of any claim remaining under consideration in the application. There is no 
duty to submit information which is not material to the patentability of any existing claim. The duty to 
disclose all information known to be material to patentability is deemed to be satisfied if all 
information known to be material to patentability of any claim issued in a patent was cited by the 
Office or submitted to the Office in the manner prescribed by §§ 1.97(b)-(d) and 1.98. However, no 
patent will be granted on an application in connection with which fraud on the Office was practiced or 
attempted or the duty of disclosure was violated through bad faith or intentional misconduct. The 
Office encourages applicants to carefully examine: 

(1) prior art cited in search reports of a foreign patent office in a counterpart application, and 

(2) the closest information over which individuals associated with the filing or prosecution of a 
patent application believe any pending claim patentably defines, to make sure that any material 
information contained therein is disclosed to the Office. 

(b) Under this section, information is material to patentability when it is not cumulative to 
information already of record or being made of record in the application, and 

(1) It establishes, by itself or in combination with other information, a prima facie case of 
unpatentability of a claim; or 

(2) It refutes, or is inconsistent with, a position the applicant takes in: 

(i) Opposing an argument of unpatentability relied on by the Office, or 

(ii) Asserting an argument of patentability. 

A prima facie case of unpatentability is established when the information compels a conclusion that 
a claim is unpatentable under the preponderance of evidence, burden-of-proof standard, giving each 
term in the claim its broadest reasonable construction consistent with the specification, and before any 
consideration is given to evidence which may be submitted in an attempt to establish a contrary 
conclusion of patentability. 

(c) Individuals associated with the filing or prosecution of a patent application within the meaning of 
this section are: 

(1) Each inventor named in the application; 

(2) Each attorney or agent who prepares or prosecutes the application; and 

(3) Every other person who is substantively involved in the preparation or prosecution of the 
application and who is associated with the inventor, with the assignee or with anyone to whom there is 
an obligation to assign the application. 

(d) Individuals other than the attorney, agent or inventor may comply with this section by disclosing 
information to the attorney, agent, or inventor. 
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